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Description 

BACKGROUND OF THE INVENTION 
5 1. Field Of the Invention 

[0001 ] This Invention relates to an optical Information recording medium, and particularly to a reproduction-only opti- 
cal Information recording medium capable of recording and/or reproduction therein by using a recording/reproducing 
apparatus tor magneto-optical recording medium. 

10 

2. Description of the Related Art 

[0002] As the optical information recording media, the compact disc (CD) and the laser disc (LD) have already been 
prevailed broadly. These compact disc and laser disc are reproduction-only optical discs each of which has a reflective 
IS layer and. if necessary, a protecting layer on a substrate having pits and lands conresponding to information signals 
formed in advance, and from which pre-recorded information signals are reproduced. A material of high reflectance, 
that is low absorptance, such as Al or Au Is used for the reflective layer. 

[0003] Meanwhile, the magneto-optical disc has been developed recently as an optical Information recording medium 
in which information is writable and deletable, in contrast to the above-mentioned reproduction-only optical disc. The 

20 magneto-optical disc has a recording section formed by stacking a recording magnetic layer having an axis of easy 
magnetization perpendicular to the film surface and large magneto-optical effect (such as a rare earth-transition metal 
alloy amorphous thin film), a reflective layer and a dielectric layer on a substrate. The magneto-optical disc of such 
structure having a small diameter of 64 mm. that Is, a so-called mini disc, contained In a disc cartridge is now prevailing. 
[0004] Meanwhile, in order to improve prevalence and practicality of both the reproduction-only optical disc and mag- 

25 neto-optlcal disc systems, it is preferred that reproduction can be carried out with the reproduction-only optical disc by 
the recording/reproducing apparatus for magneto-optical disc. However, the reproduction-only optical disc having the 
reflective layer of Al film or Au film has an extremely high reflectance of 70% or higher to a laser light. In comparison to 
the reflectance of magneto-optical disc of 1 5 to 25%. Therefore, reproduction of signals from the reproduction-only disc 
cannot be canried out by the recording/reproducing apparatus for magneto-optical disc. 

30 [0005] Thus, a dye-containing layer composed of a dye material and a polymeric material is used instead of the Al 
film or the Au film, as the reflective layer For instance, an optical disc using a cyanine dye as the dye material has a 
reflectance of 15 to 25%. similar to that of the magneto-optical disc, and is therefore expected to be promising as a 
reproduction-only optical disc applicable to the recording/reproduction apparatus for magneto-optical disc. 
[0006] However, since the optical disc of low reflectance using the dye-containing layer does not have a protection 

35 film, which is provided on the optical disc of high reflectance using the Ai film, the surface of the dye-containing layer 
may be damaged or worn in contact with foreign matters. 

[0007] In the optical disc having the dye-containing layer as the reflective layer, a readout light is reflected on the 
boundary between the substrate and the dye-containing layer and on the boundary between the dye-containing layer 
and the air, causing multiple interference, which is utilized for reproducing signals. Therefore, if thedye-contafning layer 
40 Is damaged or worn, turbulence is generated in the multiple Interference of the light, disturbing reproduction of signals. 
[0008] Also, since the dye-containing layer conposed of the dye material and the polymeric material is difficult to dis- 
solve in a solvent once it is hardened, recovery of compositions for recycling of used optical discs is difficult Even 
though compositions of the dye-containing layer are recovered, the reflective layer formed by recycling the composi- 
tions has signal property and damage resistance inferior to those of the original reflective layer. 

46 

OBJECT AND SUMMARY OF THE INVENTION 

[0009] it is therefore an object of the present invention to provide an optical information recording medium with which 
reproduction can be carried out by the recording/reproduction apparatus for low-reflectance media such as the mag- 

50 neto-optlcal disc, and which is highly resistant to damages and is capable of being recycled. 

[0010] According to the present Invention, there is provided an optical information medium having a dye-containing 
layer composed of at least a dye material and a polymeric material as a reflective layer formed on a transparent sub- 
strate having pits and lands con'esponding to information signals formed therein, the polymeric material forming the 
dye-containing layer is a silicon varnish. The reflective layer has a titanium coupling agent added thereto. 

55 [001 1 ] The silicon varnish contains the OH group at a rate of 1 8 to 25% of the CH3 group. 

[001 2] The titanium coupling agent is added into the reflective layer at a rate of 7 to 10% by weight of the polymeric 
material. 

[001 3] If the optical information recording medium having the reflective layer formed on the transparent substrate with 
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pits and lands coresponding to information signals formed thereon employs the dye-containing lay r composed mainly 
of the dye material and the polymeric material with a reflectance of 1 5 to 25% as the reflective layer, signals are repro- 
duced from the optical information recording medium by using a recording/reproducing apparatus for a medium having 
a reflectance of 15 to 25% such as the magneto-optical disc. 

5 [0014] If the dye-containing solution composed of the silicon varnish and the dye material dissolved in the solvent is 
applied to the substrate and then the solvent is dried to be removed, the silicon varnish is condensed with the OH group 
as the functional group to form the dye-containing layer of high hardness. The optical information recording medium 
having the dye-containing layer thus formed as the reflective layer is not easily damaged or worn in contact with foreign 
matters, and satisfactory reproduction characteristics can be maintained. 

10 [001 5] In addition, if the silicon varnish containing Si-OH structure at a rate of 1 8 to 25% of the Si-CHa structure, the 
optical Information recording medium having high damage resistance and the permeability adapted for the MD record- 
ing/reproducing apparatus can be produced. 

[0016] If the titanium coupling agent is added to the dye-containing layer as the reflective layer, the dye-containing 
layer becomes soluble in the solvent. The dye-containing layer formed by using a dye solution of the re-dissolved dye 
IS reproduces reproduction properties and damage resistance which are not inferior to those of the original dye-containing 
layer. Consequently, the used dye-containing layer can be recycled. 

[001 7] QB-A-2 222 1 81 discloses a method for reducing the reflectivity and/or recording sensitivity of an optical data 
storage disc by applying an overcoating layer, preferably a thin metal film or a thin film of an organic material, to the disc 
or by incorporating an optically absorbent material into the substrate of the disc. Said organic material may be an 
20 absorbing dye. 

BRIEF DESCRIPTION OF THE DRAWINGS 
[0018] 

25 

Fig. 1 is a cross-sectional view showing essential portions of an exemplary structure of an optical information 
recording medium according to the present invention. 
Fig. 2 is a graph showing an FT-IR spectrum of KR271 . 
Fig.3 is a graph showing an FT-IR spectrum of KR282. 
30 Fig.4 is a graph showing an FT-IR spectrum of KR255. 
Fig.5 is a graph showing an FT-IR spectrum of KR31 1 . 

Fig.6 is a graph showing relations between an Si-0H/Si-CH3 ratio and damage resistance. 
Fig.7 is a graph showing relations between an Si-OH/SI-CHs ration and permeability at 780 nm. 
Fig.8 is a graph showing relations between the anrKsunt of TOT added and damage generation rate. 
35 Fig.9 is a graph showing relations between the amount of TC-100 added and damage generatiori rate. 
Fig. 10 is a graph showing relations between the amount of T-50 added and damage generation rate. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

40 [001 9] The optical information recording medium according to the present invention has a dye-containing layer 3 hav- 
ing a reflectance of 15 to 25% as a reflective layer formed on a substrate 1 having recess-shaped pit parts 2a and pro- 
jected land parts 2b corresponding to information signals, guide grooves and address code pits formed therein, as 
shown in Fig. 1. 

[0020] In the optical information medium of this structure, a readout light LB radiated from the side of the substrate 1 
45 is reflected on the boundary between the substrate 1 and the dye-containing layer 3 and the boundary between the dye- 
containing layer 3 and the air, causing multiple interference, which is utilized for reproducing signals. Consequently, the 
dye-containing layer 3 has low resistance to damages. If the surface of the dye-containing layer is damaged or worn to 
deteriorate in shape in contact with foreign matters, turbulence is generated in the multiple interference of the light, dis- 
turbing reproduction of signals. 
50 [0021 ] Thus, in the present invention, the silicon varnish is used as the polymeric material fornrung the dye-containing 
layer 3 and the titanium coupling agent is used as the additive, in order to improve the damage resistance of the dye- 
containing layer 3 and to maintain satisfactory reproduction characteristics even in contact with foreign matters. 
[0022] The silicon varnish can be expressed by a chemical formula, Ra(OH)bSiO(R2SiO)nSIRc(OH)d, with R denoting 
CH3 and a, b. c and d denoting Integers satisfying conditions ofa + bs3,c + d = 3. This silicon varnish can be usu- 
55 ally obtained in the form of being dissolved in a solvent such as xylene or toluene. 

[0023] To form the dye-containing layer 3 using such a silicon varnish, the silicon varnish dissolved in the solvent and 
th dye material is further dissolved in a solvent to prepar a dye-containing solution, which is applied onto the sub- 
strate as a coating. The solvent is then dried to be removed from the coating. As the solvent is dried to be removed from 
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the coating, the silicon varnish is condensed with the OH group as a functional group to form the dye-containing layer 
3 of high hardness. In the optical information recording medium having the dye-containing layer 3 thus produced as the 
reflective layer, contact with foreign matters does not cause damage or wear to the dye-containing layer 3. and satisfac- 
tory reproduction characteristics can be maintained. 

5 [0024] The hardness of the dye-containing layer 3 increases as the silicon varnish is highly condensed. Consequently, 
it order to further improve tiie damage resistance of the dye-containing layer 3, a silicon varnish containing a greater 
amount of OH group as a reacting portion of condensation is more advantageous. However, if the silicon varnish con- 
tains an excessive amount of OH group, the permeability of the dye-containing layer 3 is lowered, and reproduction by 
the recording/reproducing apparatus for mini disc is difficult. In consideration of tiie above, it is desirable to use the sil- 

10 icon varnish containing the OH group which is 1 8 to 25% of the CH3 group. 

[0025] A titanium coupling agent may also be added to the dye-containing layer 3, other than the silicon varnish and 
the dye material. The titanium coupling agent reacts in chelate reaction witii the Si-OH structure of the silicon varnish, 
raising tiie crosslintdng properties. Thus, the hardness of tiie dye-contatning layer is improved, and tiie damage resist- 
ance is raised so that damage or wear is not easily caused. 

15 [0026] In addition, the dye-containing layer 3 containing tiie titanium coupling agent is soluble into the solvent, and its 
compositions are recoverable. The dye-containing layer 3 reformed by using tiie recovered compositions reproduces 
reproduction properties and damage resistance which are not inferior to those of tiie original dye-containing layer 3. 
Consequently the used dye-containing layer can be reused, contributing signif icantiy to reduction in production cost for 
the optical information recording medium. 

20 [0027] For the titanium coupling agent to be added to the dye-containing layer 3, any known titanium coupling agent 
can be used. Particularly, titanium coupling agents as shown by the following Chemical Formulas 1 to 3 are prefened. 



Chemical Formula 1 



25 



C2H5 



Ti(OCH2CHC4H9)4 



30 



Chemical Formula 2 



35 



CH3 



CH3 



40 



Ti(OCH)2(OCOCH2C)2 



CH3 



CH3 



45 



so 



55 
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Chemical Formula 3 

CH3 CH3 
r I 

Ti(OCH)2(OCCHCOCH3)2 

I 

CH3 



IS 

[0028] It is preferred to add these titanium coupling agents at a rate of 7 to 10% by weight to the polymeric material. 
If the amount of the titanium coupling agent added is at a rate of less than 7% by weight of the polymeric material, the 
effect of the titanium coupling agent is insufficient, and the damage resistance of the dye-containing layer 3 cannot be 

20 sufficiently improved. If the amount of the titanium coupling agent added is greater than 10% by weight of the polymeric 
material, the addition of the titanium coupling agent deteriorates the damage resistance of the dye*containing layer 3. 
[0029] In the present invention, as described above, the dye-containing layer 3 Is used as the reflective layer, and the 
reflectance of the dye-containing layer 3 Is limited to 1 5 to 25%. Thus, signals can be reproduced from the optical infor- 
mation recording medium by using a recording/reproducing device for a medium having reflectance of 15 to 25% such 

25 as the magneto-optical disc. 

[0030] Consequently, the type and the mixing ratio of dye materials and polymeric materials to be contained In the 
dye-containing layer 3 can be selected in accordance with the range of reflectance. In selecting the material and the 
mixing ratio, It is desirable to set the real number part n of the complex refractive Index of the dye-containing layer 3 to 
1 .84 or greater. The dye-containing layer 3 having the real number part of its complex refractive index of 1 .84 or greater 

30 is capable of exhibiting reflectance of 1 5 to 25% only by adjusting the film thickness within a practical range. Thus, film 
forming conditions can be easily set 

[0031 ] As the dye material, any of organic dyes and inorganic dyes capable of generating reflectance of the reflective 
layer within the above range, preferably having a real number part n of the complex refractive index of the dye-contain- 
ing layer 3 equal to 1 .84 or greater, can be used. The organic dye can be exemplified by cyanine dyes, such as NK529 
35 (trade name) produced by Nippon Kanko Shikiso as shown by Chemical Formula 4, and SRC-8 (trade name) produced 
by Sony Corporation as shown by Chemical Formula 5. 



Chemical Formula 4 

40 



45 




CH3 CH3 

so 
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Chemical Formula 5 



5 



10 




IS 

[0032] In addition, a light stabilizer may be added to the dye-containing layer 3 for preventing light discoloration of the 
dye material. As the light stabilizer, an electron donative material, such as amine group, or a material having an energy 
level lower than the energy level of an excited dye. such as a nickel complex, can be used. 
20 [0033] The transparent substrate having the above-described r^lective layer formed thereon which is used for a con- 
ventional optical information recording can be used. The transparent substrate can be composed of materials such as 
glass, polycarbonate (PC) and polyethylene terephthalate. 

[0034] Prefened embodiments of the present invention will now be described based upon experiment results. 
[0035] The silicon varnishes used in the present embodiment are of four types, that is, KR271 , KR282, KR255 and 
25 KR31 1 , produced by Shinetsu Silicone. First, FT-IR spectra of the four silicon varnishes were measured for investigating 
the ratio of the OH group to the CH3 group. 

[0036] In the FT-IR spectra, absorption peaks are observed at around 3600 cm*"* and around 1 260 cm"'' . The absorp- 
tion peak observed at around 3600 cm'"* is of absorption accompanied by stretching vibration of a single 0-H structure 
not having Intramolecular bonding, and the peak Intensity is correlated with the content rate of the Si-OH structure in 
30 the silicon varnish. The absorption peak obsen/ed at around 1260 cm''' is of absorption accompanied by stretching 
vibration of Si-CHs, and the peak intensity is conreiated with the content rate of the Si-ChHs structure in the silicon var- 
nish. 

[0037] Consequently, the ratio of the absorption peak Intensity at around 3600 cm*'' to the absorption peak intensity 
at around 1260 cm*^ can represent the ratio of the Si-OH structure to the Si-CHa structure In the silicon varnish. Thus. 
35 the ratios of the Si-OH structure to the Si-CHs structure, that is the Si-OH/Si-CHs ratio, of the silicon varnishes were 
found from the FT-IR spectra. The results are shown In Table 1 . 



40 



45 



Table 1 




(Si-OH/Si-CHa) ratio (%) 


KR271 


51 


KR282 


29 


KR255 


25 


KR311 


20 



so 



[0038] In the following embodiment, optical discs were produced using various silicon varnishes having different con- 
tent rates of the Si-OH structure, and then damage resistance and permeability were investigated. 



Embodiment 1 

[0039] A dye material, a polymeric material and an additive were dissolved at a ratio by weight of dye material: poiy- 
55 meric material: additive = 1 :1 :0.2, in a solvent at a ratio by weight of 100, so as to prepare a dye-containing coating. The 
cyanine dye as expressed by Chemical Formula 6 was used as the dye material. A silicon varnish, KR271, produced 
by Shinetsu Silicone, was used as the polymeric material. A singlet oxygen deactivation agent, lRG-003. produced by 
Nippon Kayaku, as expressed by Chemical Formula 7 was used as the additive. 3-hydroxy-3-methyl-2-butanone, pro- 
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duced by Tokyo Kasei Kogyo was used as the solvent. 

Chemical Formula 6 

5 



10 




15 



Chemical Formula 7 

20 



25 



30 




35 

Embodiments 2 to 4 

[0040] Dye-containing coatings were prepared in a manner simitar to Embodiment 1 except for using silicon varnislies 
40 shown In Table 2 as the polymeric material. 



Table 2 





Straight Silicon Varnish 




(%) 


Embodiment 1 


KR271 


Embodiment 2 


KR282 


Embodiment 3 


KR255 


Embodiment 4 


KR311 



[0041] The dye-containing coatings prepared in Embodiments 1 to 4 were applied, by the spin coating method, onto 
55 a transparent substrate having pit parts and land parts formed therein in advance, and were dried to form dye-contain- 
ing layers. Thus, optical discs were produced. Then, the optical discs were introduced into MD disc cartridges for vibra- 
tion test and rubbing test, and generation of damages on the surface of the dye-containing layer was visually obsen^ed. 
The results of evaluation of damag generation rates of the optical discs are shown in Table 3. Relations b tween the 



EP 0 642 124 B1 

Si-OH/Si-CHa ratio and the damage resistance are shown in Fig.6. 



Tables 





Damage Generation 




Rate 


Embodiment 1 


10 


Embodiment 2 


37 


Embodiment 3 


43 


Embodiment 4 


48 



75 [0042] : As seen from Table 3 and Fig.6, the optical discs using the dye-containing coatings of Embodiments 1 to 4 
have low damage generation rates and satisfactory damage resistance Particularly, the silicon varnish having an Si- 
OH/Si-CHa ratio of 18% or greater causes the damage resistance rate of 50 or higher. 

[0043] Therefore, in order to produce an optical disc of high damage resistance, it is effective to use the silicon var- 
nish, particularly the silicon varnish of high content rate of the Si-OH structure, as the polymeric material of the dye- 
20 containing layer. 

[0044] The dye-containing coatings prepared in Embodiments 1 to 4 were applied, by the spin coat method, onto a 
glass substrate, and were dried to form dye-containing layers. The permeability of these dye-containing layers at 780 
nm was measured by using a recording spectrophotometer, U-3210 (trade name) produced by Hitachi. The permeabil- 
ity of the dye-containing layers at 780 nm is shown in Table 4, and relations between the Si-OH/Si-CHa and the perme- 
25 ability at 780 nm are shown in Fig.7. 



Table 4 





Permeability (%) 


Embodiment 1 


66.26 


Embodiment 2 


68.21 


Embodiment 3 


68.84 


Embodiment 4 


71.51 



[0045] As seen from Table 4 and Fig.7. the permeability of the dye-containing layer decreases as the Si-OH/Si-CIHs 
ratio of the silicon vamish increases. For reproduction by the MD recording/reproducing apparatus, it is necessary that 
40 the permeability be 70% or higher, and that the SI-OH/Si-CHa ratio of the silicon varnish be 25% or smaller. 

Embodiment 5-1 

[0046] A dye material, a polymeric material, a titanium coupling material and a light stabilizer were dissolved in a sol- 
45 vent at a ratio of dye material: polymeric material: titanium coupling material: light stabilizer = 2:2:0,2:0.2. to prepare a 
dye-containing coating. The dye material, the polymeric material, the titanium coupling material, the light stabilizer and 
the solvent used in the present embodiment are as follows. 

4 

dye material: cyanine dye, NK529 (trade name) produced by Nippon Kanko Shikiso, as expressed by 

so Chemical Formula 4 

polymeric material: silicon varnish, KR311 (trade name) produced by Shinetsu Silicone, as expressed by 

Chemical Formula 8 

titanium coupling agent: TOT (trade name) produced by Nippon Soda, as expressed by Chemical Formula 1 

light stabilizer: singlet oxygen deactivating agent, IRQ003 (trade name) produced by Nippon Kayaku 

65 solvent: 3-hydroxy-3-m6thyl-2-butanone. produced by Tokyo Kasei Kogyo 

The structure of the silicon vamish is shown by Chemical Formula 8. 



8 

* 



EP 0 642 124 B1 



Chemical Formula 8 



10 



OH 
I 

CH3SiO 
I 

OH 



CH3 
I 

(SiO)n 
I 

CH3 



OH 
I 

SiCH3 
1 

OH 



IS 



20 



25 



[0047] The dye-containing coating thus prepared was applied by spin coat onto the substrate having pits formed 
therein in advance, to produce a sample medium. A dye-containing coating dried and dissolved at room temperatures 
was also applied by spin coat onto the substrate having pits formed therein, to produce sample media. 
[0048] Signal characteristics and damage resistance of these sample media were Investigated. The signal character- 
istics were evaluated as signal modulation lactor Ih/Itop ^9"^' modulation ^ctor Ih/Itop & ratio of the amount 
of reflected light If^ of a pit part of the maximum length to the amount of reflected light Ijor of a land part. The damage 
resistance was evaluated through shaking test of the sample media incorporated in a cartridge for mini disc and visual 
observation of presence or absence of scars after the shaking test. 

[0049] Results qf investigation of the signal modulation factor 1^ i/ijop and the presence or absence of scars after the 
shaking test are shown in Table 5. 



30 



35 



40 



Table 5 



Titanium coupling agent: TOT 


Number of Times of Dry- 
ing and Dissolving 


Modulation Factor 
Iii/Itop 


Presence or Absence of 
Scars 


0 


0.598 


Absent 


1 


0.593 


Absent 


2 


0.591 


Absent 


3 


0.596 


Absent 


4 


0.593 


Absent 



Embodiment 5-2 

45 [0050] A dye-cohtainlng coating was prepared as In Embodiment 5-1 except for using TC-1 00 (trade name) produced 
by Matsumoto Seiyaku, expressed by Chemical Formula 2, as the titanium coupling agent. The dye solution was 
applied by spin coat, directly or after the predetermined number of times of drying and dissolving, onto the sut^strate 
having pits formed therein, to produce sample media. 

[0051] Signal characteristics and damage resistance of the resulting sample media were Investigated. Results are 
50 shown In Table 6. 



55 
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Table 6 



Titanium coupling agent: TC-100 


Nunnber f Times f Dry- 
ing and Dissolving 


Modulation Factor 
Iii/Itop 


Pr sence or Absence f 
Scars 


0 


0.593 


Absent 


1 


0.591 


Absent 


2 


0.600 


Absent 


3 


0.588 


Absent 


4 


0.593 


Absent 



IS 

Embodiment 5-3 

[0052] A dye-containing coat was prepared as in Embodiment 5-1 except for using T-50 (trade name) produced by 
20 Nippon Soda, expressed by Cliemical Formula 3, as the titanium coupling agent. The dye solution was applied by spin 
coat, directly or after the predetermined number of times of drying and dissolving, onto tiie substrate having pits formed 
therein, to produce sample media. < 

[0053] Signal characteristics and damage resistance of the resulting sample media were investigated. Results are 
shown in Table 7. 



Table 7 



Titanium coupling agent: T-50 


Number of Times of Dry- 
ing and Dissolving 


Modulation Factor 
Iii/Itop 


Presence or Absence of 
Scars 


0 


0.561 


Absent 


1 


0.555 


Absent 


2 


0.557 


Absent 


3 


0.553 


Absent 


4 


0.551 


Absent 



40 

Comparative Example 1-1 

[0054] A dye material, a polymeric material and a light stabilizer were dissolved in a solvent at a ratio of dye material: 
polymeric material: light stabilizer ^ 2:2:0.2. The dye material, tiie polymeric material and the light stabilizer are similar 
45 to those used in Embodiment 5-1 . 

[0055] As in Embodiment 5-1 . the dye solution was applied by spin coat, directiy or after tiie predetennined number 
of times of drying and dissolving, onto the substrate having pits formed therein, to produce sample media. Signal char- 
acteristics and damage resistance oitiie resulting sample media were Investigated. Results are shown in Table 8. 

so 

Table 8 



Titanium coupling agent: not added 


Number of Times, of Dry- 
ing and Dissolving 


Modulation Factor 
Iii/Itop 


Presence or Absence of 
Scars 


0 


0.560 


Absent 


1 


0.460 


Present 
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Table 8 (continued) 



Titanium coupling agent: not added 


Number of Times of Dry- 
ing and Dissolving 


IModulation Factor 
Ih/Itop 


Presence or Absence of 
Scars 


2 


m 




3 






4 




• 



[0056] In comparison of Tables 6 to 7 with Table 8, in Embodiments 5-1 to 5-3 in which the titanium coupling agents 
were added to the dye solution, media having signal characteristics and damage resistance equivalent to those of 
media using the dye solution without being dried and dissolved were produced even by using the dye solution dried and 
75 dissolved for plural times. On the contrary, in Comparative Example 1-1 in which the titanium coupling agent was not 
added to the dye solution, only a medium having signal characteristics and damage resistance inferior to those of a 
media using the dye without being dried and dissolved was produced by using the dried and dissolved dye solution. 

[0057] Thus, adding the titanium coupling agent is effective tor preventing deterioration of properties due to drying 
and dissolving of the dye-containing layer, and realizes reuse of the dye-oontaining layer. 
20 [0058] The sample media produced in Embodiments 5-1 to 5-3 and Comparative Example 1 -1 exhibit signal modula- 
tion factors Iii/Itop conformity with the standard of signal modulation factors of the mini disc system. 

Embodiment 6-1 

25 [0059] A dye-containing solution was preparec;) as in Embodiment 5-1 except for changing the amount of TOT added. 
The solution was directly applied by spin coat onto the substrate having pits formed therein, to produce a sample 
medium. The resulting sample medium was incorporated in an MD cartridge so as to carry out the shaking test, and the 
damage generation rate was investigated. 

[0060] Relations between the amount of TOT added and the damage generation rate are shown in Fig.8. in Rg.8. the 
30 amount of TOT added is expressed by percentage by weight In relation to the polymeric material. 

Embodiment 6-2 

[0061] A dye solution was prepared as in Embodiment 5-2 except for changing the amount of TC-100 added. The 
35 solution was directly applied by spin coat onto the substrate having pits formed therein, to produce a sample medium. 
The resulting sample medium was incorporated In an MD cartridge to carry out the shaking test and the damage gen- 
eration rate was investigated. 

[0062] Relations between the amount of TC-100 added and the damage generation rate are shown in Rg.9. In Rg.9. 
the amount of TC-100 added is expressed by percentage by weight in relation to the polymeric material. 

40 

Embodiment 6-3 

[0063] A dye solution was prepared as in Embodiment 5-3 except for changing the amount of T-50 added. The solution 
was directly applied by spin coat onto the substrate having pits formed therein, to produce a sample medium. The 
45 resulting sample medium was incorporated in an MD cartridge to carry out the shaking test, and the damage generation 
rate was investigated. 

[0064] Relations between the amount of T-50 added and the damage generation rate are shown in Fig.10. in Fig.10. 
the amount of T-50 added is expressed by percentage by weight in relation to the polymeric material. 
[0065] As shown in Figs.8 to 10. the damage generation rate of the media differs in accordance with tine amount of 
so TOT, TC-1 00 and T-50 added as the titanium coupling agents. Thus, the damage resistance of tiie medium can be con- 
trolled by adding the titanium coupling agent. By adding any of the above titanium coupling agents at a rate of 7 to 10% 
by weight of tiie polymeric material, the damage generation rate of tiie medium was reduced to zero, and the damage 
resistance can be improved. 

[0066] As is clear from tiie above desaiption. the optical information recording medium of the present invention has 
55 a reflective layer, composed mainly of the dye material and tiie polymeric material and having a reflectance of 15 to 
25%. formed on the transparent substrate having pits and lands corresponding to information signals formed therein. 
The silicon varnish is used as the polymeric material forming tiie dye-containing layer, and the titanium coupling agent 
Is added to the reflective layer. Therefore, tiie optical information recording medium is capable of reproducing signals 
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therefrom by using the recording/reproducing apparatus for a low reflectance medium such as the magneto-optical disc, 
and has satisfactory damage resistance for maintaining satisfactory reproduction properties even in contact with foreign 
matters. Also, even though the dye-containing layer is dissolved and reused, reproduction properties and damage 
resistance equivalent to those of the original dye-containing layer can be reproduced. Consequentiy, improvement of 
5 practicality and reduction in production costs of the optical information recording medium can be achieved. 

Claims 

1. An optical information recording medium comprising a transparent substrate having pits and lands corresponding 
10 to information signals formed therein, and a reflective layer formed on tiie transparent substrate, characterized in 

that said reflective layer is composed mainly of a dye material and a polymeric material and has a reflectance of 
15 to 25 % and in that said polymeric material forming said reflective layer is a silicon varnish. 

2. The optical information recording medium as claimed in claim 1 , wherein the silicon varnish contains an OH group 
15 at a rate of 18 to 25% in relation to a CH3 group. 

3. The optical information recording medium as claimed in daim 1, wherein the reflective layer contains a titanium 
coupling agent 

20 4. The optical information recording medium as claimed in claim 3, wherein the titanium coupling agent is selected 
from titanium coupling agents expressed by 
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C2H5 
I 

Ti(OCH2CHC4H9)4 



CH3 CH3 
35 I I 

Ti(OCH)2(OCOCH2C)2 
I i 
CH3 . CPl3 



and 



. CH3 CH3 

Ti(6CH)2(OCCHCOCH3)2 
I 

CH3 



5. The optical information recording medium as claimed in claim 3, wherein the titanium coupling agent is contained 
at a rate of 7 to 10% by weight in relation to the polymeric material. 
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6. The optical information recording medium as claimed in claim 1 , wherein the dye material is a cyanine dye. 

7. The optical information recording medium as claimed in claim 6, wherein the cyanine dye is selected from cyanine 
dyes expressed by 



and 




8. The optical information recording medium as claimed In claim 1, wherein the reflective layer has a complex refrac- 
tive index having a real number part n of 1 .84 and greater. 

PatentansprOche 

1. Optisches Infbrmationsaufzelchnungsmedium mit einem transparenten Substrat. an dem Informationssignalen 
entsprechende Vertiefungen und erhabene Bereiche ausgeblldet sind. und mit einer auf dem transparenten Sub- 
strat hergestellten Reflexionsschicht, dadurch gekennzeichnet, dass die Reflexionsschicht hauptsdchlich aus 
einem FarlDstoffmaterial und einem Polymermaterlal besteht und sie ein Ref lexionsvermOgen von 1 5 bis 25 % auf- 

* weist und das die Reflexionsschicht bildende Polymermaterlal ein Silikonlack ist. 

2. Optisches Informationsaufzeichnungsmedium nach Anspruch 1 , be! dem der Silikonlack OH-Gruppen mit einem 
Anteil von 18 bis 25 % in Beziehung zu CHs-Qruppen enthdit. 

3. Optisches Informatlonsaufzeichnungsmedium nach Anspruch 1 , bei dem die Reflexionsschicht einen Titan-Haft- 
vermittler enthdH 

4. Optisches Informationsaufzeichnungsmedium nach Anspruch 3, bei dem der Titan-Haftvermittier aus Titan-Haft- 
vermitUem ausgew^it ist, die durch folgendes ausgedruckt sind: 
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C2H5 

Ti(OCH2CHC4H9)4 



CH3 CH3 
I I 
Ti(OCH)2(OCOCH2C)2 
I I 
CH3 CH3 



CH3 CH3 
f I 

Ti(OCH)2(OCCHCOCH3)2 

I 

CH3 



35 

5. Optisches Infbmiationsaufzeichnungsmedium nach Anspruch 3, bei dem der Titan-Haftvermittler mrt einem Anteil 
von 7 bis 10 Qew.-% in Bezieliung zum Polymermaterial enthatten ist 

40 6. Optisches informationsaufzeiciinungsmedium nach Anspruch 1 . bei dem das Farbstoffmaterial ein Cyaninlaifostoff 
ist. 

7. Optisches Informationsaufzeichnungsmedium nach Anspruch 6. bei dem der Cyaninfarbstoff aus Cyanfarbstoffen 
ausgewahit ist, die wie folgt ausgedruckt sind: 

45 



so 
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und 




8. Optisches Informalionsaufzeichnungsmedium nach Anspruch 1, bei dem die Reflexionsschicht einen.komplexen 
Brechungsindex mit einem reellen Anteil n von 1 ,84 und mehr aufweist 

Revendications 

1 . Support d'enregistrement optique d'informations conprenant un substrat transparent ayant des creux et des por- 
tdes con-espondant k des signaux d'informations formes k Tint^rieur, et une couche r^fi^chissante fbrm^e sur le 
substrat transparent, caract^rlsd en ce que la couche r6fl6chissante est essentieilement compos^e d'un mat^riau 
colorant et d'un mat^rlau polymdre et possdde un pouvoir r6flecteur de 15 ^ 25 %, et en ce que le mat^rlau poly- 
m^re formant la couche rdf Idchissante est un vernis de silicone. 

2. Support d'enregistrement optique d'informations selon la revendication 1 , dans lequel le vernis de silicone contient 
un groupe OH k raison de 18 & 25 % par rapport au groupe CIH3. 

3. Support d'enregistrement optique d'informations selon la revendication 1. dans lequel la couche r^ldchissante 
contient un agent d'accrochage de titane. 

4. Support d'enregistrement optique dlnformations selon la revendication 3, dans lequel I'agent d'accrochage de 
titane est choisi parmi les agents d'accrochage de titane repr^sent^s par ies formules : 
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C2H5 

(0CH2]:hc4H9)4 



10 



15 



20 



et 



CH3 CHa 

I 

!rl(0CH)2(OCOCH2C)2 
CH3 CHj 
CH3 CH3 

I I 

Tl ( OCH ) 2 ( OCCHCOCHa ) 2 



25 5. Support d'enregistrement optique conformations selon la re\/endication 3, dans lequel I'agent d'accrochage de 
titane est contenu d raison de 7 ^ 10 % du poids du mat^riau polymdre. 

6. Suppat d'enregistrement optique d'informations selon la re/endication 1 , dans lequel le mat6riau colorant est un 
colorant de cyanine. 



30 



7. Support d'enregistrement optique dinformations selon la revendication 6. dans lequel le colorant de cyanine est 
choisi parmi les colorants de cyanine exprim^s par les Ibrmules : 
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c=cv-c 

H h' H 



CIO4 
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8. Support d*enregistrement optiqu d'informations selon la revendication 1, dans lequel la oouche r^l^issante a 
un indie complexe de refraction dont la partie r^elte n est sup^rieure ou ^ale k 1 .84. 
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